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CHEMICALLY PRODUCED TONER AND PROCESS THEREFOR 



Field of the invention 

This invention relates to toners for use in the fonnation of electrostatic images, 
5 their process of manufacture, processes using them and to toner apparatus and 
components incorporating them. It further relates to any electroreprographic apparatus, 
component of the apparatus and consumable for use with the apparatus, which comprises 
such a toner, and to methods of manufacturing of such electroreprographic apparatus, 
components and consumables. 



Background of the invention 

Toners for development of an electrostatic image are conventionally produced by 
melt kneading of a pigment, resin and other toner ingredients, followed by pulverisation. 
Classification is then needed to generate an acceptably narrow particle size distribution. 

15 Recently attention has been focussed on chemical routes to toners, where a 

suitable particle size is not attained by a milling process, which avoid the need for a 
classification step. By avoiding the classification step, higher yields can be attained, 
especially as the target particle size is reduced. Lower particle size toners are of 
considerable interest for a number of reasons, including better print resolution, lower pile 

20 height, greater yield from a toner cartridge, faster or lower temperature fusing, and lower 



Several routes to chemical toners have been exemplified. These include 
suspension polymerisation, solution-dispersion processes and aggregation routes. 
Aggregation processes offer several advantages including the generation of narrow 
25 particle size distributions, and the ability to make toners of diflFerent shape. The toner 
shape is particulariy important in toner transfer ftt>m the organic photoconductor (OPC) to 
the substrate, and in cleaning of the OPC by a blade cleaner. 

Several aggregation processes have been reported. US 4996127 (Nippon 
Carbide) reports a process in which black toner particles are grown by heating and stirring 
30 resin particles made by emulsion polymerisation with a dispersion of carbon black, where 
the resin contains acidic or basic polar groups. Numerous patents from Xerox (e.g. US 
5418108) describe a flocculation process where particles stabilised by anionic surfactants 
are mixed with particles stabilised by cationic surfactants (or where a cationic surfactant is 
added to particles stabilised by an anionic surfactant). US 5066560 and US 4983488 
35 (Hitachi Chemical Co.) describe emulsion polymerisation in the presence of a pigment, 
followed by coagulation with an inorganic salt, such as magnesium sulphate or aluminium 
chloride. The applicants' own patent applications WO 98/50828 and WO 99/50714, 
describe aggregation processes in which a surfactant used to stabilise the latex (i.e. the 
aqueous dispersion of the resin) and pigment is converted by a pH change from an ionic 
40 to a non-ionic state, so initiating flocculation. 
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To form a permanent image on the substrate, it is necessary to fuse or fix the toner 
particles to the substrate. This is commonly achieved by passing the unfused image 
between two rollers, with at least one of the rollers heated. It is important that the toner 
does not adhere to the fuser rollers during the fixation process. Common failure modes 
5 include paper wrapping (where the paper follows the path of the roller) and offset (where 
the toner image is transferred to the fuser roller, and then back to a different part of the 
paper, or to another paper sheet). One solution to these problems is to apply a release 
fluid, e.g. a silicone oil. to the fuser rollers. However this has many disadvantages, in that 
the oil remains on the page after fusing, problems can be encountered in duplex (double- 
10 sided) printing, and the operator must periodically re-fill the oil dispenser. These problems 
have led to a demand for so-called "oil-less" fusion, in which a wax incorporated in the 
toner melts during contact of the toner with the heated fuser rollers. The molten wax acts 
as a release agent, and removes the need for application of the silicone oil. 

There are many problems assodated with the inclusion of wax in a toner. Wax 
15 present at the surface of the toner may affiect the triboelectric charging and flow 
properties, and may reduce the storage stability of the toner by leading to toner blocking. 
Another problem frequently encountered is filming of the wax onto the metering blade and 
development rollers (for mono-component printers) or the earner bead (for dual- 
component printers or copiers), and onto the photoconductor drum. Where contact 
20 charging and/or contact development are employed, and where cleaning blades or rollers 
are used, these can place an extra stress on the toner and make it more prone to filming. 
If the wax is not well dispersed In the toner problems with transparency in colour toners 
can be found, and high haze values result. With conventional toners, prepared by the 
extmsion/pulverisation route, it has only proved possible to introduce relatively small 
25 amounts of wax without encountering the above problems. 

With colour toners, the demands on the toner to achieve oiHess release are much 
more severe than with monochrome printing. As typically four colours are used in full- 
colour printing, the mass of toner which can be deposited per unit area is much higher 
than with black printing. Print densities of up to around 2 mg/cm^ may be encountered in 
30 colour printing, compared with about 0.4-0.7 mg/cm^ in monochrome prints. As the layer 
thickness increases it becomes more difficult to melt the wax and obtain satisfactory 
release at acceptable fusion temperatures and speeds. Of course it is highly desirable to 
minimise the fusion temperature, as this results In lower energy consumption and a longer 
fuser lifetime. With colour printing it is also important that prints show high transparency. 
35 In addition it is necessary to be able to control the gloss level. Inclusion of waxes in colour 
toners can have detrimental effects on transparency, and can make it difficult to reach 
higher gloss levels. 

The efficiency of wax melting can be increased by reducing the wax rpelting point. 
However this often leads to increased storage stability problems, and in more pronounced 
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filming of the OPC or metering blade. The domain size of the wax is also important, as this 
affects the release, storage stability and transparency of the toner. 

The release properties of the toner can also be afifected by the molecular weight 
distribution of the toner. I.e. the resin thereof. Broader molecular weight distribution toners. 
5 which include a proportion of higher molecular weight (or altematlvely cross-linked resin), 
generally show greater resistance to offset at higher fusion temperatures. However, when 
large amounts of high molecular weight resins are included, the melt viscosity of the toner 
increases, which requires a higher fusion temperature to achieve fixation to the substrate 
and transparency. The haze values of the prints will then vary considerably with fusion 
10 temperature, with unacceptably high values at low fusion temperatures. Haze may be 
assessed using a spectrophotometer, for example a Minolta CM-3600d, following ASTM D 
1003. 

Therefore the requirements for achieving an oil-less fusion colour system are 
severe. It is necessary to achieve a reasonably low fusion temperature, with an 
15 acceptably wide release temperature window, including with high print densities. The 
prints must show good transparency with controllable gloss. The toner must not show 
blocking under normal storage conditions, and must not lead to filming of the OPC or 
metering blade. 

In addition It Is important that the quality of the prints is maintained over a long 
20 print run, and that the toner is effidently used. To achieve these goals there must be little 
development of the non-image areas of the photoconductor (OPC) and the toner must 
show a high transfer efficiency from the photoconductor to the substrate (or to an 
Intermediate transfer belt or roller). If the transfer efficiency Is close to 100% it is possible 
to avoid the need for a cleaning step, where residual toner Is removed from the 
25 photoconductor after transfer of the Image. However many electrophotographic devices 
contain a mechanical cleaning device (such as a blade or a roller) to remove any residual 
toner from the photoconductor. Such residual toner may arise either from development of 
the non-image areas of the photoconductor. or from incomplete transfer from the 
photoconductor to the substrate or intemiediate transfer belt or roller. A high transfer 
30 efficiency is espedally important for colour devices, where sometimes more than one 
transfer step is required (for example from the photoconductor to a transfer belt or roller, 
and subsequently from the transfer belt or roller to the substrate). 

It is known in the art that the shape of the toner can have a pronounced effect on 
its transfer and deaning properties. Toners prepared by conventional milling techniques 
35 tend to have only moderate transfer efllciendes due to their irregular shape. Spherical 
toners may be prepared by chemical routes, such as by suspension polymerisation or by 
latex aggregation methods. These toners can transfer well, but the eflRclency of cleaning 
with mechanical deaning devices such as cleaning blades is low. 

It is therefore desirable to produce a toner which can satisfy many requirements 
40 simultaneously. The toner should be capable of fixing to the substrate at low temperatures 
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by means of heated fusion rollers where no release oil is applied. TTie toner should be 
capable of releasing from the fusion rollers over a wide range of fusion temperatures and 
speeds, and over a wide range of toner print densities. To achieve this it is necessary to 
include a wax or other intemal release agent In the toner. This release agent must not 
5 cause detrimental effects on storage stability, print transparency or toner charging 
characteristics, and must not lead to background development of the photoconductor 
(OPC). It must also not lead to filming of the metering blade or development roller (for a 
mono-component device) or the earner bead (for a dual- component device), or of the 
photoconductor. In addition the shape of the toner must be controlled so as to give high 
10 transfer efficiency from the photoconductor to the substrate or intennediate transfer belt or 
roller, and from the transfer belt or roller (where used) to the substrate. If a mechanical 
cleaning device is used the shape of the toner must also be such as to ensure efficient 
cleaning of any residual toner remaining after image transfer. 

Several patents exemplify aggregation processes where a single latex, made by a 
15 one-stage emulsion polymerisation process, is aggregated with a wax dispersion. 
Examples where a system based on counterionic surfiactants (i.e. an anionic and a 
cationic surfactant) is used include US 6994020 and US 5482812 (both to Xerox). 
Examples where an inorganic coagulant is used include US 5994020. US 6120967, US 
6268103 and US 6268102 (all to Xerox). Mixed inorganic and organic coagulants' are 
20 used in US 6190820 and US 6210853 (both to Xerox). US 4996127 (Nippon Carijide) 
exemplifies a process in which a latex containing an addic-functional group is heated and 
stimed with a wax dispersion and carison black to grow aggregate toner particles. 

US 5928830 (Xerox) discloses a two stage emulsion polymerisation to make a 
core shell latex. The shell is made generally of higher molecular weight and/or Tg than the 
25 core. The latex is then mixed with pigment and flocculated through use of counterionic 
surfactants. Inclusion of wax is not exemplified. 

US 5496676 (Xerox) discloses use of blends of different latexes with different 
molecular weight to increase the fusion latitude. Each latex is made by a single stage 
polymerisation. Toners were made by flocculating the mixed latexes with a pigment 
30 dispersion containing a counterionic surfactant. Inclusion of wax is not exemplified. 

In US 5965316 (Xerox) encapsulated waxes are made by carrying out the 
emulsion polymerisation in the presence of a wax dispersion. These emulsion polymers 
containing wax are mixed with non wax containing latexes of similar molecular weight, and 
toners made using a counterionic fiocculation route. 

JP 2000-35690 and JP 2000-98654 describe aggregation processes where a non- 
ionically stabilised dispersion of an ester-type wax is aggregated with mixed polymer 
emulsions of different molecular weight. 

US 5910389, US 6096465 and US 6214510 (Fuji Xerox) disclose blends of resins 
with different molecular weights, incorporating hydrocarbon waxes of melting point ~ 
85'C. US 6251556 (Fuji Xerox) also discloses blends of resins, as well as a two stage 
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emulsion polymerisation to make a core shell latex. The only wax which is incoiporated is 
a high melting point (160 "C) polypropylene wax. 

Control over the toner particle shape in aggregation processes has been 
demonstrated. US 5501935 and US 6268102 (Xerox) both exemplify spherical particles. 
Toners which are non-spherical, but have low shape factors are disclosed in US 6268103 
(Xerox); US 6340549. US 6333131. US 6096465. US 6214510 and US 6042979 (Fuji 
Xerox): and US 5830617 and US 6296980 (Konica). Advantages of lower shape factors in 
improving transfer effidency are shown In US 6214510 and US 6042979 (Fuji Xerox) and 
US 5830617 (Konica). Other references which disclose shape factors of toners are US 
5948582. US 5698354. US 5729805. US5895151. US 6308038. US 5915160 and US 
5753396. However, none of these references discloses a toner for use in a mono- 
component electroreprographic apparatus which is capable of demonstrating: release 
from oiHess fusion rollers over a wide range of fusion temperature and print density high 
transparency for OHP slides over a wide range of fusion temperature and print density- 
high transfer effidency and the ability to dean any residual toner from the photoconductor' 
and the absence of filming of the metering blade, development roller and photocondudor 
over a long print run. 



25 



Summary of the invention 
20 Therefore, obtaining a suitable toner, and a process for making it. which meets all 

the above requirements is difficult and requires careful seledion of the many possible 
components and parameters, eadi of which has constraints imposed on its physical and 
chemical properties by the final parameters of the system. 

According to the present invention there is provided a toner for developing an 
electrostatic image comprising toner partides which indude a binder resin, a wax and a 
colorant, wherein the wax has a melting point of between 50 and 150«C. the wax exists in 
the toner partides in domains of 2 pm or less mean partide size and (a) the mean 
drcularity of the toner partides as measured by a Flow Partide Image Analyser is at least 
0.90; and (b) the shape factor. SF1. of the toner partides is at most 165. 

The mean drcularity of the toner partides as measured by a Row Particle Image 
Analyser is preferably at least 0.93. more preferably at least 0.94. The mean drcularity of 
the toner partides is preferably less than 0.99. A partlculariy preferred range is 0.94-0.96. 

The shape fador. SF1(as hereinafter defined), of the toner partides is preferably 
at most 155. more preferably at most 150. still more preferably at most 145 SF1 is 
preferably at least 105. A partlculariy preferred range of SF1 is from 130 to 150 and most 
partlculariy prefemed is from 135 to 145. 

The shape fador. SF2 (as hereinafter defined), of the toner partides is preferably 
at most 155. more preferably at most 145. even more preferably at most 140 still even 
more preferably at most 135. SF2 is preferably at least 105. A partlculariy preferred range 
40 Of SF2 IS from 120-140, and most partlculariy preferred is 125-135. 
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The smoothness of the toner after the coalescence stage may be assessed by 
measuring the surface area of the toner, for example by the BET method. It is prefen-ed 
that the BET surface area of the unformulated toner is in the range 0.5-2.0 mVg, 
preferably 0.6-1.3 m^/g, more preferably 0.7-1.1 m^/g, still more preferably 0.9-1.0 mVg. 
5 By unformulated Is meant the toner prior to any optional blending with surface additives. 
The average size of the toner particles is preferably in the range from 4- 10pm. 
Toner having the above shape properties has been found to have high transfer 
efficiency from the photoconductor to a substrate (or to an Intenmediate transfer belt or 
roller), in some cases dose to 100% transfer efficiency. 
*o We have found that it is possible to incorporate wax in relatively high amounts 

(e.g. about 5-15 wt%) without problems of blocking or filming, and without adverse effects 
on toner flow or tribocharge, or on print transparency. The wax is present in the toner in 
domains of mean diameter 2pm or less, preferably 1.5pm or less. Preferably, the wax 
domains are of mean diameter 0.5pm or greater. Preferably the wax is not substantially 
15 present at the surface of the toner. The relatively high wax levels allow oiHess release 
even at high print densities, without requiring excessive amounts of high weight average 
molecular weight (Mw) resin. This allows fixation at low temperatures, and high 
transparency across a range of fusion temperatures. 

The resin may have a ratio of weight average molecular weight (Mw) to number 
20 average molecular weight (Mn) of at least 3, preferably at least 5. more preferably at least 
10. 

Preferably, to achieve satisfactory oil-less release at high temperatures, the 
polymer chains present In the binder resin encompass a wide range of molecular weights. 
This can be achieved either by mixing resin particles of widely different molecular weight, 
25 or by syntiiesising a latex (i.e. an aqueous dispersion of resin) for preparing the binder 
resin, e.g. by an aggregation process, containing a broad molecular weight distribution. A 
combination of both approaches can be used. 

Latexes for preparing the binder resin may be made by polymerisation processes 
known in the art, preferably by emulsion polymerisation. The molecular weight can be 
30 controlled by use of a chain transfer agent (e.g. a mercaptan). by control of initiator 
concentration or by heating time. Preferably, the binder resin is prepared from at least one 
latex containing a resin having a monomodal molecular weight distribution and at least 
one latex containing a resin having a bimodal molecular weight distribution. By a resin 
witii a monomodal molecular weight distilbutlon is meant one in which the gpc spectrum 
35 shows only one peak. By a resin with a bimodal molecular weight distribution is meant one 
where the gpc chromatogram shows two peaks, or a peak and a shoulder. Latexes with a 
bimodal molecular weight distribution may be made using a two-stage polymerisation. 
Preferably a higher molecular weight resin is made first, then in a secorid stage, a lower 
molecular weight resin is made in the presence of the first resin. As a result, a bimodal 
40 molecular weight distribution resin is made containing botti low and high molecular weight 
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resins. This may then be mixed with a monomodal low molecular weight resin. In a further 
aspect of the invention, three latexes can be used, where preferably at least two of these 
are of resins which show bimodal molecular weight distributions. In a further preference, 
the second bimodal resin in the latexes is of higher molecular weight than the first 
5 Preferably, the monomodal molecular weight resin contained in the latex is a low 

molecular weight resin and has a number average molecular weight of from 3000 to 
10000, more preferably from 3000 to 6000. Where the binder resin is prepared from one 
bimodal resin contained in a latex (in addition to the monomodal resin in a latex), the 
bimodal resin preferably has a weight average molecular weight of from 100,000 to 
10 500,000, more preferably from 200,000 to 400,000. Where the binder resin is prepared 
from more than one bimodal resin contained in a latex (in addition to the monomodal resin 
in a latex), one bimodal resin may optionally have a weight average molecular weight from 
500,000 to 1.000,000 or more (e.g. in addition to the bimodal resin having a weight 
average molecular weight of from 100,000 to 500,000). 
15 The higher molecular weight resins may also contain cross-linked material by 

inclusion of a multifunctional monomer (e.g. diVinylbenzene or a multi-functional acrylate) 

It is preferred that the overall molecular weight distribution of the toner resin shows 
Mw/Mn of 3 or more, more preferably 5 or more, most preferably 10 or more. The Tg of 
each resin is preferably from 30 to 100 X, more preferably from 45 to 75 X. most 
20 preferably from 50 to 70 **C. If the Tg is too low, the storage stability of the toner will be 
reduced. If the Tg is too high, the melt viscosity of the resin will be raised, which will 
increase the fixation temF>erature and the temperature required to achieve adequate 
transparency. It is preferred that all the components in the resin have a substantially 
similar Tg. 

25 The resin may include one or more of the following prefenred monomers for 

emulsion polymerisation: styrene and substituted styrenes ; acrylate and methacrylate 
alkyi esters (e.g. butyl acrylate, butyl methacrylate, methyl acrylate, methyl methacrylate, 
ethyl acrylate or methacrylate, octyl acrylate or methacrylate, dodecyl acrylate or 
methacrylate etc.) ; acrylate or methacrylate esters with polar functionality, for example 
30 hydroxy or carboxylic add functionality, hydroxy functionality being preferred (particulariy 
2-hydroxyethyl acrylate, 2-hydroxyethyl methacrylate. or hydroxy-terminated poly(ethylene 
oxide) acrylates or methacrylates, or hydroxy-temiinated poly(propylene oxide) acrylates 
or methacrylates), examples of monomers with carboxylic acid functionality including 
acrylic acid and beta-carboxyethylacrylate ; vinyl type monomers such as ethylene, 
35 propylene, butylene, isoprene and butadiene ; vinyl esters such as vinyl acetate : other 
monomers such as acrylonitrile, maleic anhydride, vinyl ethers. The binder resin may 
comprise a co-polymer of two or more of the above monomers. 

Preferred resins are copolymers of (i) a styrene or substituted styrene, (ii) at least 
one alkyI acrylate or methacrylate and (iii) an hydroxy-functional acrylate or methacrylate. 
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TTie resin may be prepared from the following, not used in emulsion 
polymerisation: dispersions of polyesters, polyurethanes. hydrocarbon polymers, silicone 
polymers, polyamides, epoxy resins etc. 

Preferably, the latex as above described is a dispersion in water. Optionally for a 
5 prefemed process, the latex dispersion further comprises an ionic surfactant: preferably 
the surfactant present on the dispersions contains a group which can be converted from 
an ionic to a non-ionic form by adjustment of pH. Prefemed groups include carfooxyfic 
adds or tertiary amines. Preferably, the ionic surfactant has a charge of the same sign 
(anionic or cationic) as that of the surfactant used in the wax and colorant dispersions 
10 described below. Optionally a non-ionic surfactant may also be incorporated into the latex 
dispersion. 

The wax should have a melting point (mpt) (as measured by the peak position by 
differential scanning calorimetry (dsc)) of from 50 to ISCC. preferably from 50 to 130°C. 
more preferably from 50 to 1 10 "C, especially firom 65 to 85 'C. If the mpt is >150°C the 
15 release properties at lower temperatures are inferior, espedatly where high print densities 
are used. If the mpt is <50''C the storage stability of the toner will suffer, and the toner 
may be more prone to showing filming of the OPC or metering blade. 

In a further embodiment of the invention, for preparing the toner, the wax is made 
as a dispersion in water, preferably stabilised with an ionic surfactant. The ionic surfactant 
20 is selected from the same classes as described above for the latex dispersion; preferably, 
the ionic surfactant has the same sign (anionic or cationic) as the surfactant used for the 
latex dispersion described above and the colorant dispersion described below. The mean 
volume particle size of the wax in the dispersion is preferably in the range from lOOnm to 
2 pm, more preferably from 200 to 800 nm. most preferably from 300 to 600 nm, and 
25 especially from 350 to 450 nm. The wax partide size is chosen such ttiat an even and 
consistent incorporation into the toner is achieved. 

The wax should be present in the toner in domains, where the mean size of the 
domains is at most 2 pm, preferably 1.5 pm or less. If the mean size of the wax domains 
is > 2 pm. the transparency of the printed film may be reduced, and the storage stability 
30 may decrease. The particle size values given are ttiose measured by a Coulter LS230 
Particle Size Analyser (laser diffraction) and are the volume mean. 

The wax may comprise any conventionally used wax. Examples Include 
hydrocarbon waxes (e.g. polyethylenes such as Polywax™ 400. 500. 600, 655, 725. 850. 
1000. 2000 and 3000 from Baker Pefrolite; paraffin waxes and waxes made from CO and 
35 Ha , especially Fischer-Tropsch waxes such as Paraflint™ C80 and H1 from Sasol; ester 
waxes, including natural waxes sudi as Camauba and Montan waxes; amide waxes; and 
mixtures of these. Hydrocarix>n waxes are prefenned. espedally Fischer-Tropsch and 
paraffin waxes. It is especially preferred to use a mixture of Rscl:ier-Tropsch and 
Camauba waxes, or a mixture of paraffin and Camauba waxes. 
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The amount of wax Incorporated in the toner is preferably from 1 to 30 wt% based 
on the total weight of the base toner composition (i.e. the toner particles prior to any 
blending with a sur^ce additive), more preferably fi-om 3 to 20 wt%. especially from 5 to 
15 wt%. If the level of wax is too low. the release properties will be inadequate for oil-less 
5 fusion. Too high a level of wax will reduce storage stability and lead to filming problems. 
The distribution of the wax through the loner is also an important factor, it being preferred 
that wax is substantially not present at the surface of the toner. 

Advantageously, the toner is capable of fixing to the substrate at low temperatures 
by means of heated fusion rollers where no release oil is applied and is capable of 
10 releasing from the fusion rollers over a wide range of fusion temperatures and speeds, 
and over a wide range of toner print densities. Furthermore, it has been found that the 
toner according to the invention does not lead to t>ackground development of the 
photoconductor (OPC) and does not lead to filming of the metering blade or development 
roller (for a mono-component device) or the carrier bead (for a dual- component device), 
IS or of the photoconductor. 

Advantageously, the haze values of prints using the toner of the invention do not 
vary considerably with fusion temperature. Haze may be assessed using a 
spectrophotometer, for example a Minolta CM-3600d. following ASTM D 1003. Preferably, 
the haze at a print density of 1.0 mg/cm^ is below 40, preferably below 30, and the ratio of 
20 the values at fusion temperatures of 130 and 160°C is preferably at most 1.5, more 
preferably at most 1 .3 and most preferably at most 1 .2. 

Accordingly, the invention in another aspect provides a process for fonning an 
image, the process comprising developing an electrostatic image using a toner according 
to the invention, wherein the haze at a print density of 1.0 mg/cm^ is below 40, and the 
25 ratio of the values at fusion temperatures of 130 and 160°C is at most 1.5 . preferably at 
most 1.3 and more preferably at most 1.2. The fusion speed in the process may be at 
least 10 A4 size pages per minute, preferably at least 20 A4 pages per minute. 

The colorant is prefei-ably present in an amount from 1-15 wt% of the total base 
toner composition (i.e. the toner particles prior to any blending with a surface additive), 
30 more preferably 1 .5-10 wt%, most preferably 2-8 wt%. These ranges are most applicable 
for organic, non-magnetic pigments. If. e.g., magnetite was used as a magnetic 
filler/pigment, the level would typically be higher. Preferably the colorant comprises a 
pigment or blend of pigments. Any suitable pigment can be used, including black and 
magnetic pigments. For example caribon black, magnetite, copper phttialocyanine, 
35 quinacridones, }»nthenes, mono- and dis-azo pigments, naphthols etc. Examples include 
Pigment Blue 15:3. Red 31, 57, 81, 122, 146. 147 or 184; Yellow 12. 13. 17, 74. 180 or 
185. Preferably, in an embodiment for preparing the toner, the colorant is milled with an 
ionic surfactant, and optionally a non-ionic surfactant until the partide size is reduced, 
preferably to <300 nm, more preferably <100 nm. In full colour printing It is normal to use 
40 yellow, magenta, cyan and black toners. However it is possible to make specific toners for 
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spot colour or custom colour applications. When the colorant is milled with an ionic 
surfectant, the surfactant is preferably selected from the same classes of surfactant 
described above for the latex (binder resin) and the wax; more preferably the surfactant 
has the same sign as both the surfactants used above. The colorant dispersion is also 
5 preferably a dispersion in water. 

The toner as described above may additionally optionally comprise a charge 
control agent (CCA); preferably the charge control agent has been milled with the 
colorant. Suitable charge control agents are preferably colouriess, however coloured 
charge control agents may be used. Preferably, they include metal complexes, more 
10 preferably aluminium or zinc complexes, phenolic resins etc. Examples include Bontron™ 
E84, E88. E89 and F21 from Orient; Kayacharge N1. N3 and N4 from Nippon Kayaku; 
LR147 from Japan Cariit; TN-105 from Hodogaya. These can be milled in a similar 
manner to the pigment. Where the CCA is added extemally. a suitable high-speed blender 
may be used, e.g. a Nara Hybridiser. Alternatively, the CCA may be added as part of the 
1 5 pre-flocculation mixture, preferably as a wet cake. 

The toner may have one more surface additives, as described below, e.g. to 
improve powder flow properties of the toner. 

Preferably, the toner is made by a process which comprises flocculating a 
dispersion of the resin (I.e. a latex), a dispersion of the wax and a dispersion of the 
20 colorant, followed by heating and stirring to form composite particles containing the resin, 
wax and colorant, and ttien coalescing these particles above the Tg of the resin to form 
the toner particles. Preferably the coalescence stage is controlled, such that the features 
of Oie toner such as the wax domain size and the toner particle shape are achieved. 

We have found that by using an aggregation process with particular wax 
25 dispersions, it is possible to incorporate wax in relatively high amounts as aforementioned. 

According to the present invention, there is also provided a process for the 
manufacture of a toner according to the above which comprises the following steps: 

i. providing a latex dispersion (i.e. containing resin particles); 

ii. providing a wax dispersion; 

30 iii. providing a colorant dispersion; 

iv. mixing the latex dispersion, wax dispersion and colorant dispersion; and 
V. causing the mixture to flocculate. 
All of the features of the toner of the invention, particularty in regard to the resin or 
latex, wax, colorant and optional charge confa-ol agent are also applicable to the process. 
35 The process may further comprise, prior to step iv, the additional step of providing 

a charge control agent component, which component may then be incorporated in step iv 
by mixing. The charge control agent may be milled with the colorant 
Preferably, each dispersion is a dispersion in water. 

The latex dispersion preferably comprises an ionic surfactant. More preferably the 
40 preparation of the latex dispersion comprises mixing together at least one latex with 
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monomodal molecular weight distribution and at least one latex with bimodal molecular 
weight distribution. The preparation of the latex with bimodal molecular weight distribution 
preferably comprises the successive steps of formation of a resin of high molecular weight 
distribution followed by fonnation of a resin of low molecular weight distribution such that 
5 the resulting latex comprises composite particles comprising both the said low molecular 
weight resin and the said high molecular weight resin. The preparation of the wax 
dispersion in such a process preferably comprises the mixing together of the wax with an 
ionic surfactant. The preparation of the colorant dispersion in such a process preferably 
comprises Oie milling together of the colorant with an ionic surfactant 
'0 'S prefen-ed that the dispersions of latex, colorant, charge control agent where 

present and wax have the same sign charge on ttie surfactant. This enables individual 
components to be well mixed prior to flocculation. It is furOier prefen-ed to use the same 
surfactant for each of the Individual dispersions. The mixed dispersions are then 
flocculated In step (v). Any suitable metfiod could be used, e.g. addition of an inorganic 
15 salt an organic coagulant, or by heating and stimng. In a prefened method, the surfactant 
present on the dispersions contains a group which can be converted from an Ionic to a 
non-Ionic fomi and vice versa by adjustment of pH. In a preferred example, the surfactant 
may contain a carijoxylic acid group, and the dispersions may be mixed at neutral to high 
pH. Flocculation may then be effected by addition of an acid, which converts the 
20 surfactant from anionic to non-ionic. Altematively tiie surfactant can be ttie acid salt of a 
tertiary amine, used at low pH. Flocculation may ttien be effected by addition of a base 
which converts the surfactant fiom cationic to non-ionic fomi. The flocculation step is 
preferably canied out below the Tg of ttie resin, but ttie mixed dispersions may be heated 
prior to flocculation. Such processes as described above, allow a very efficient use of 
surfactant and the ability to keep overall surfactant levels very low. This is advantageous 
since residual surfactant can be problematic, especially in afl'ecting the charging 
properties of ttte toner, parhculariy at high humidity. In addition, such processes avoid the 
need for large quantities of salt, as required for many prior art processes, which would 
need to be washed out 

After the flocculation step (v). ttie process as described above may optionally 
comprise heating, and optionally stimng. the flocculated mixture to fonn loose aggregates, 
i.e. composite particles, of particle size from 3 to 20 pm. Once the correct particle size is 
established, ttie aggregates may be stabilised against furtiier growtti. This may be 
achieved, for example, by addition of further surfactant and/or by a change in pH. The 
temperature may flien be raised above the Tg of ttie resin to bring about coalescence of 
ttie particles within each aggregate to fonn coalesced toner particles. During ttiis step ttie 
shape of ttie toner may be contiolled through selection of ttie temperature and the heating 
time. 



25 



SMC 60510 




The shape of the toner may be measured by use of a Row Particle Image 
Analyser (Sysmex FP(A) and by image analysis of images generated by scanning electron 
microscopy (SEM). 

The circularity is defined as the ratio : 

5 

Lo/L 

where Lo is the circumference of a circle of equivalent area to the particle, and L is the 
perimeter of the particle itself. 
10 The shape factor. SF1. is defined as: 

SF1 = (ML)^/A X jt/4 x100, where ML = maximum length across toner , A = projected area 

The shape factor, SF2, is defined as: 
SF2 = P^/A X V4n x 100. where P = the perimeter of the toner particle. A = projected area 
An average of approximately 100 particles is taken to define the shape factors for 
15 the toner. 

SF1 is a measure of the deviation from a spherical shape (SF1 of 100 being 
spherical). SF2 is a measure of the surface smoothness. 

If the toner is designed for a printer or copier which does not employ a mechanical 
cleaning device, it may be preferred to coalesce the toner until a substantially spherical 
20 shape is attained. If. however, the toner is designed for use in a printer or copier in which 
a mechanical cleaning device is employed to remove residual toner from the 
photoconductor after image transfer, it may be preferred to select a smooth off-spherical 
shape, where the mean circularity is in the range 0.90-0.99, preferably 0.93-0.99. more 
preferably 0.94-0.99. still more preferably 0.94-0.96, where SF1 is 105-165. preferably 
25 105-155. more preferably 105-150. still more preferably 105-145 and where SF2 is 105- 
155. preferably 105-145. more preferably 105-140, still more preferably 105-135. The SF1 
is particulariy preferably 130-150 and most particulariy prefen-ed of all 135-145. SF2 is 
particularty preferably 120-140, and most particulariy prefen^ed of all 125-135. Preferably. 
SF1>SF2. The ratio SF1/SF2 is preferably from 1.05 to 1.15, more preferably from 1.07 to 
30 1 . 1 3. still more preferably from 1 . 08 to 1 . 1 2. 

The smoothness of the toner after the coalescence stage may also be assessed 
by measuring the surface area of flie toner, for example by the BET method. It is preferred 
that the BET surface area of the unformulated toner is in tfie range 0.5-2.0 m^/g, 
preferably 0.6-1.3 m^/g. more preferably 0.7-1.1 m^/g. still more preferably 0.9-1.0 m%, 
35 By unformulated is meant the toner prior to any optional blending with surface additives. 

Advantageously, the manner of making the toner according to the process of 
invention enables the shape of the toner to be controlled so as to give both high transfer 
efficiency from the photoconductor to the substrate or intermediate transfer belt or roller, 
and from the transfer belt or roller (where used) to the substrate, as well as to ensure 
40 efficient cleaning of any residual toner remaining after image transfer. 
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The cooled dispersion of coalesced toner particles Is then optionally washed to 
remove surfactant, and then optionally dried. 

The toner particles may then be blended with one or more surface additives to 
impiDve the powder flow properties of ttie toner, or to tune ttie tiibocharge properties. 
5 Typical surface additives include, but are not limited to. silica, metal oxides such as titania 
and alumina, polymeric beads (for example acrylic or fluoropolymer beads) and metal 
stearates (for example zinc stearate). Conducting additive particles may also be used, 
including ttiose based on tin oxide (e.g. Oiose containing antimony tin oxide or indium tin 
oxide). The additive particles, including silica, titania and alumina, may be made 
10 hydrophobic, e.g. by reaction witti a silane and/or a silicone polymer. Examples of 
hydrophobising groups include alkyi halosilanes. aryl halosilanes, alkyi alkoxysilanes (e.g. 
butyl tilmettioxysilane. iso-butyl trimeOioxysilane and octyl tiimethoxysilane). aryl 
alkoxysilanes. hexametiiyldisilazane. dimethylpolysiloxane and 

octamettiylcydotetiBsiloxane. OUier hydrophobising groups include tiiose containing 
15 amine or ammonium groups. Mixtures of hydrophobising groups can be used (for example 
mixtures of silicone and silane groups, or alkylsilanes and aminoalkylsllanes.) 

Examples of hydrophobic silicas include tiiose commercially available from 
Nippon Aerosil, Degussa. Wacker-Chemie and Cabot Corporation. Specific examples 
include ttiose made by reaction with dimettiyldichlorosilane (e.g. Aerosil™ R972. R974 
20 and R976 from Degussa); those made by reaction with dimettiylpolysiloxane (e.g. 
Aerosil™ RY50. NY50. RY200. RY200S and R202 from Degussa); those made by 
reaction witti hexamethyldisilazane (e.g. Aerosil™ RX50. NAX50. RX200. RX300, R812 
and R812S from Degussa); ttiose made by reacKon witii alkylsilanes (e.g. Aerosil™ R805 
and R816 firom Degussa) and ttiose made by reaction with octamethylcydoteti^siloxane 
25 (e.g. Aerosil™ R1 04 and R1 06 from Degussa). 

The primary particle size of the silicas used is typically from 5 to lOOnm. preferably 
fi-om 7 to 50 nm. The BET surface area of ttie silicas may be from 20 to 350 m^/g. 
preferably 30-300 m%. Combinations of silicas witti different particle size arid/or surface 
area may be used. Preferred examples of combinations of silicas with different primary 
30 particle size are: Aerosil™ R972 or R812S (Degussa). or HDK™ HI 5 or H30 (Wacker); 
with Aerosil™ RX50, RY50 (Degussa) or HDK™ H05TD. H05TM or H05TX (Wacker). 
Each additive may be used at 0.1-5.0 wt% based on toner, preferably 0.2-3.0 wt %. more 
preferably 0.25-2.0 wt%. It is possible to blend the different size additives in a single 
blending step, but it is often preferred to blend ttiem in separate blending steps. In this 
35 case, ttie larger additive may be blended before or after ttie smaller additive. It may further 
be preferred to use two stages of blending, where In at least one stage a mixture of 
additives of different particle size Is used. For example, an additive witii low particle size 
may be used in tiie first stage, with a mixhjre of additives of different particle size in the 
second step. Examples would include use of Aerosil™ R812S or R972, or HDK™ HI 5 or 
40 H30 in tiie first step, along with a mixture containing one of these additives with a larger 
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additive (such as Aerosil™ RX50 or RY50. or HDK™ H05TD, H05TM or H05TX) in the 
second step. In such a case it would be preferred to use 0.2-3.0 wt%, preferably 0.25-2.0 
wt% of the smaller additive in the first step, and 0.1 to 3.0 wt%. preferably 0.2 to 2.0 wt% 
of each of the additives in the second step. 
5 Where trtania is used, it is prefen^ed to use a grade which has been 

hydrophobised, e.g. by reaction with an alkylsilane and/or a silicone polymer. The titania 
may be crystalline or amorphous. Where crystalline it may consist of rutile or anatase 
structures, or mixtures of the two. Examples include grades T805 or NKTQO from Nippon 
Aerosil. 

10 Hydrophilic or hydrophobic grades of alumina may be used. A preferred grade is 

Aluminium Oxide C from Degussa. 

It Is often preferred to use combinations of silica and titania (e.g. R972. H15, 
R812S or H30 with NKT90), or of silica, titania and alumina (e.g. R972, HI 5, R812S or 
H30 with NKT90 and Aluminium Oxide C). Combinations of large and small silicas, as 
15 described above, can be used in conjunction with titania. alumina, or with blends of titania 
and alumina. 

Prefen-ed fomriulations of surface additives include those in the following list: 
hydrophobised silica ; 

large and small particle size silica combinations, which silicas may be optionally 
20 hydrophobised; 

hydrophobised silica and one or both of hydrophobised titania and hydrophilic or 
hydrophobised alumina ; 

large and small partide size silica combinations as described above and one or botti of 
hydrophobised titania and hydrophilic or hydrophobised alumina. 
25 Polymer beads or zinc stearate may be used to improve the transfer efficiency or 

cleaning efficiency of ttie toners. Charge control agents may be added in the external 
fonnulation (i.e. surface additive fomiulation) to modify the charge level or charging rate of 
the toners. 

The total level of surface additives used may be from about 0.1 to about 10 wt%, 
30 preferably from about 0.5 to 5%, based on the weight of the base toner, i.e. prior to 
addition of the surface additive. The additives may be added by blending with the toner, 
using, for example, a Henschel blender, a Nara Hybridiser. or a Cyclomix blender 
(Hosokawa). 

The toner may be used as a mono-component or a dual component developer. In 
the latter case the toner is mixed with a suitable carrier bead. 

The invention is particularty suitable for use in an elertroreprographic apparatus or 
method where one or more of ttie following hardware conditions of an electix)reprographic 
device applies: 

i) where the device contains a developer roller and metering blade (i.e. where ttie 
toner is a monocomponent toner) ; 
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ii) where the device contains a cleaning device for mechanically removing waste 

toner from the photooonductor ; 
III) where the photooonductor is charged by a contact charging means; 

iv) where contact development takes place or a contact development member is 
present; 

v) where oil-less fusion rollers are used; 

vi) where the above devices are four colour printers or copiers, including tandem 
machines 

Advantageously, the invention provides a toner which satisfies many requirements 
simultaneously. The toner is particularly advantageous for use in a mono-component 
electroreprographic apparatus and is capable of demonstrating: release from oil-less 
fusion rollers over a wide range effusion temperature and print density; high transparency 
for OHP slides over a wide range of fusion temperature and print density; high transfer 
efficiency and the ability to dean any residual toner from the photooonductor. and the 
absence of filming of the metering blade, development roller and photooonductor over a 
long print mn. 

In another aspect of the present invention, there is provided a process for 
manufacturing an electroreprographic apparatus and/or a component of the apparatus 
and/or a consumable for use with the apparatus, the process using a toner as described 
20 above. 

In yet another aspect of the present invention, there is provided an 
electroreprographic apparatus, a component of the apparatus and/or a consumable for 
use with the apparatus, which comprises a toner as described above. 

All weights refemed to herein are percentages based on the total weight of the 
25 toner, unless othenwise stated. 

The invention will now be illustrated by the following Examples, which are non- 
limiting on the invention. 
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1. Preparation of Latexes 



1.1. Synthesis of Latex a -1 

A low molecular weight resin was synthesised by emulsion polymerisation. The 
monomers used were styrene (83.2 wt%). 2-hydroxyethyl methacrylate (3.5 wt%) and 
acrylic ester monomers (13.3 wt%). Ammonium persulphate (0.5 wt% on monomers) was 
35 used as the Initiator, and a mixture of thiol chain transfer agents (4.5 wt%) was used as 
chain transfer agents. The surfactant was Akypo™ (a caril)oxylated alkyi ethoxylate. i.e. a 
carboxy-functional surfactant) RLM100 (available from Kao. 3.0 wt% on monomers'). The 
emulsion had a particle size of 93 nm, and a Tg midpoint (as measured by differential 
scanning calorimetry (dsc)) of 55 «C. GPC analysis against polystyrene standards showed 
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the resin to have Mn = 6,500; Mw = 14,000. Mw/Mn = 2.2. The solids content was 30 
wt%. 

1 .2. Synthesis of Latex a -2 
5 A latex was made in a similar manner to Latex a-1 . except the level of styrene was 

90.4 wt% and the level of acrylic ester monomers was 6.1 wt%. TTie amount of 2- 
hydroxyethyl methacrylate (3.5 wt%) remained the same. The emulsion had a particle size 
of 88 nm, and a Tg midpoint (as measured by differential scanning calorimetery (dsc)) of 
65 "C. GPC analysis against polystyrene standards showed the resin to have Mh = 5,100/ 
10 Mw = 12.800, Mw/Mn = 2.5. The solids content was 30 wt%. 

1 .3. Synthesis of Latex a -3 

A latex was made in a similar manner to Latex a-1 , except the level of styrene was 
90.4 wt% and the level of acrylic ester monomers was 6.1 wt%. The amount of 2- 
15 hydroxyethyl methacrylate (3.5 wt%) remained the same. The emulsion had a particle size 
of 91 nm. and a Tg midpoint (as measured by differential scanning calorimetry (dsc)) of 65 
°C. GPC analysis against polystyrene standards showed the resin to have Mn = 5,1 0p| 
Mw = 13.000, Mw/Mn = 2.6. The solids content was 30 wt%. 

20 1 .4. Synthesis of Latex b-1 

A Wmqdal molecular weight distribution latex was made by a two-stage 
polymerisation process, in which the higher molecular weight portion was made in the 
absence of chain transfer agent, and In which the molecular weight of the lower molecular 
weight portion was reduced by use of 2.5 wt% of mixed thiol chain transfer agents. 
25 Ammonium persulphate (0.5 wt% on monomers) was used as the initiator, and the 
surfactant was Akypo™ RLM100 (available ftx)m Kao. 3 wt% on monomers). 

The monomer composition for the low molecular weight portion was styrene 
(82.5%. 2-hydroxyethyl methacrylate (2.5%) and acrylic ester nfionomers (15.0%). The 
overall monomer composition was styrene (73.85 wt%). 2-hydroxyethyl methacrylate (6.25 
30 wt%) and acrylic ester monomers (19.9 wt%). The emulsion had a particle size of 78 nm 
and a Tg midpoint (as measured by dsc) of 67*'C. GPC analysis against polystyrene 
standprds showed a ^odal molecular weight distribution with Mn = 30.000. Mw = 
249.000. Mw/Mn = 8.3. The solids content was 40 wt%. 

35 1 .5. Synthesis of Latex b-2 

A latex was made in a similar manner to Latex b-1. The emulsion had a particle 
size of 79 nm, and a Tg midpoint (as measured by differential scanning calorimetry (dsc)) 
of 66 "C. GPC analysis against polystyrene standards showed the resin to have Mn = 
31 .000.' Mw = 252,000. Mw/Mn = 8. 1 . The solids content was 40 wt%. 
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2. Pigment dispersion 

A dispersion of Pigment Red 122 (Hostapenm™ Pinl< E, Clariant) was used. The 
pigment was milied in water using a bead mill, with Akypo™ RLiy/1100 (Kao) and 
Solsperee™ 27000 (Aveda) (a polymeric dispersant) as dispersants. The pigment content 
S of the dispersion was 22.1 wt%. 

3. Wax dispersion 

An aqueous wax dispersion was used which contained an 80:20 mixture of 
Paraflint™ C80 (Fischer-Tropsch wax from Sasol) and Camauba wax. Akypo™ RLM 100 
10 was used as the dispersant The mean volume particle size of the wax was approximately 
0.4 pm. and the solids content 25 wt%. Analysis by differential scanning calorimetry (dsc) 
of the dried dispersion showed the wax to have a melting point (peak position from the dsc 
trace) of approximately 76 '*C 

15 4. Toner preoaration 

4.1 Toner 1 

Latex a-1 ( 7150 g). Latex b-1 (825 g) the wax dispersion (1429 g), the pigment 
dispersion (475 g. containing 105 g Pigment Red 122) and a paste of Bontron E88 (308 
20 g. Orient containing 60 g of Bontron E88) and water (19830 g) were mixed and stin-ed. 
The temperature was raised to 40°C. The mixed dispersions were drculated for 10 mins 
through a high shear mixer and back into the vessel. Then, as the material was drculating 
a solution of sulphuric add was added into the high shear mixer to reduce the pH to 2.5. 
The temperature was then raised to 55«*C. and stining continued for 1 hr. A solution of 
25 sodium dodecybenzenesulphonate (750 g of a 1 0% solution) was added, and dilute 
sodium hydroxide solution was added to raise the pH to 7.3. The temperature was then 
raised to 120''C and stimng continued for a further 80 mins. Coulter Counter™ analysis 
showed the mean volume partidie size was 8.7 pm and the final GSD was 1 .25. 
Microscopic analysis showed the toner partides to be of uniform size and of smooth, off- 
30 spherical shape. Analysis with a Flow Particle Image Analyser (Sysmex FPIA.) showed 
the mean drcularity to be 0.95 

The resultent magente toner dispersion was filtered on a pressure filter, and 
washed with water. The toner was then dried in an oven. Analysis by GPC against 
polystyrene standards, showed the toner resin to have Mn = 3,500, Mw = 50,600. Mw/Mn 
35 = 14.4. 

Analysis by transmission electron microscopy (TEM) showed the presence of wax 
domains in the toner, the domain size being approximately 1.0-1.5 pm. BET suriace area 
measurements showed the partides to have a surface area of 0.85 m^/g. 

A portion of the toner was blended using a Prism blender with 0.5 wt % of 
40 Aerosil™ R812S (Degussa) hydrophobic silica. Analysis by SEM and image analysis 
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showed the mean SF1 value to be 133, and the 50% value (from the cumulative 
distribution curve) to be 129. The toner was then printed in a monocomponent 
monochrcxne printer which had been modified to remove the fiiser. to allow printing of un- 
fused Images. Unfused print samples were prepared at 1.0 and 2.0 mg/cm^ using multiple 
5 passes through the printer. 

The images were then fused off-line using a QEA Fuser-Fixer equipped with a pair 
of heated oil-less fuser rollers. The fuser speed was set to 20ppm for images printed on 
paper . and lOppm for images printed on transparencies for an overhead projector. For the 
prints on botii paper and transparency, no hot offset or paper wrapping was found to 
10 occur up to 175°C (the maximum fusion temperature studied) 

The samples printed and fused on acetates were examined using a Minolta CM- 
3600d Haze Meter, according to ASTM D 1003. TTie results are shown in Table 1: 



Table 1 

15 



Fusion temperature CC) 


Haze % (H) 




1 mg/cm' print density 


2 ma/cm" print density 








130 


29.3 


42.5 


135 


25.6 


42.9 


140 


27.1 


40.8 


145 


26.8 


42.0 


150 


26.2 


40.4 


155 


25.1 


38.8 


160 


25.5 


39.5 


165 


24.4 


40.8 


170 


23.4 


40.3 


175 


23.2 


40.0 








Haze ratio HmWH«m, 


1.15 


1.08 



As can be seen the samples show minimal variation in haze with fusion 
temperature in the range studied. 

A separate sample of the toner was then printed in a similar printer, but this time 
with the fuser unit installed. A print run of 1000 text prints was earned out, and the masses 
of both the consumed toner, and the toner sent to the waste tray were measured. From 
this a usage efficiency figure, defined as 

[1 -{(mass of toner sent to the waste tray) / (mass of toner consumed)}] x 100 
was calculated. The value was 93%. 

After a 3000 page print test there was found no noticeable background 
development on the photoconductor. and no photoconductor filming. 
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4.2. Toners 2-7 

Further Toners 2-7 were made by a similar process to that described for Toner 1, 
except that the step of adding sodium dodecylbenzenesulphonate prior to the 
coalescence step was omitted. The latexes used for each toner are shown in Table 2. The 
5 toners contained 3.5 wt% Pigment Red 122. and 2 wt% E88 CCA. The toner shape was 
controlled in each case by the length of the coalescence process (heating above the latex 
Tg). The average toner particle size (Coulter Counter™, aperture 100pm), mean 
circularity (FPIA measurement) and BET surface area of the base toner (I.e. before 
blending with surface additive) were measured. 
10 Each base toner was then blended with silica as surface additive to produce 

fonnulated toner. Two different silica formulations (Type I and II) were used so that each 
base toner produced two formulated toners: 

Type I: a low partide size hydrophobised silica (BET surface area 220 m2/g) 
Type II: a mixture of a low particle size hydrophobised silica (BET sur^ce area 
15 220 tnVg) and a larger particle size hydrophobised silica (BET surface area approximately 
50 m%). 

The SF1 and SF2 values were then measured on Type I formulated toner. 
The properties of the toners 2-7 are shown in Table 2. 



20 Table 2 



Toner 


Latexes 


Average 


Mean 


SF1 of 


SF2of 


BET 








particle 


drcularify of 


formulated 


formulated 


surface 








size. 


base toner 


toner* 


toner* 


area of 








Dv50 


from FPIA 






base toner 








(pm) 








(m^/g) 


















2 


a-2 


b-2 


8.1 


0.91 


152 


150 


1.5 


3 


a-2 


b-2 


7.9 


0.95 


142 


128 


0.9 


4 


a-3 


b-2 


8.2 


0.96 


111 


118 


0.7 


5 


a-2 


b-2 


6.8 


0.91 


152 


150 


1.9 


6 


a-2 


b-2 


6.8 


0.94 


139 


128 


0.9 


7 


a-3 


b-2 


6.8 


0.98 


116 


117 


0.9 



* measured on toners with Type I surface additive formulation 



Transfer eflRdency (TE) data was then recorded for transfer from the organic 
photoconductor (OPC) of a monocomponent monochrorrje printer to a transparency 
substrate by measuring the mass of toner on the OPC and on the substrate by vacuuming 
the toner Into a filter which was weighed. Masses on the OPC were detenmined by crash- 
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Stopping the printer. Masses on the substrate were detemriined by stopping the print 
before the fuser. The control parameters of thf printer were altered to develop different 
print densities, and the data in Table 3 below shows TE values for each toner recorded 
across a range of print densities. 

Table 3 



j Toner 


1 Surface Additive Type 


Transfer Efficiency (%) OPC to substrate 








2 


1 


94-96 


2 


II 


87-94 


3 


1 


99-100 


3 


II 


95-97 


5 


1 


94 


5 


II 


93-99 


6 


1 


97-100 


6 1 II 


-100 



It can be seen that the non-spherical toners having the best transfer efficiency are 
toners 3 and 6. In some cases the transfer efficiency is up to 100%. Toners 2 and 5 also 
have good but generally lower transfer effidency. The non-spherical toners also dean well 
from a photoconductor using a mechanical deaning device. Toners 4 and 7 (results not 
shown) are the most spherical shape and these toners transfer from a photoconductor to 
a substrate well but efficiency of deaning from a photoconductor with a mechanical 
deaning device is tower than for the non-spherical toners. 

Throughout the description and daims of this specification, the words "comprise" 
and "contain" and variations of the words, for example "comprising- and "comprises", 
mean "induding but not limited to", and are not intended to (and do not) exdude other 
components. 

Unless the context clearty indicates otherwise, plural fomns of the tenns herein are 
to be construed as induding the singular form and vice versa. 

It will be appredated that variations to the foregoing embodiments of the invention 
can be made while still falling within the scope of the invention. Each feature disclosed in 
this spedfication. unless stated otherwise, may be replaced by alternative features serving 
the same, equivalent or similar purpose. Thus, unless stated otherwise, each feature 
disdosed is one example only of a generic series of equivalent or similar features. 

All of the features disclosed in this spedfication may be combined in any 
combination, except combinations where at least some of such features and/or steps are 
mutually exduslve. In particular, the prefen-ed features of. the invention are applicable to 
all aspects of the invention and may be used in any combination. Likewise, features 
described in non-essental combinations may be used separately (not in combination). 
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It will be appredated that many of the features descril)ed aljove. particulariy of the 
preferred embodiments, are inventive in their own right and not just as part of an 
embodiment of the present invention. Independent protection may be sought for these 
features in addition to or alternative to any invention presently claimed. 



V 
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Claims 

1. A toner for developing an electrostatic image comprising toner particles which 
include a binder resin, a wax and a colorant, wherein the wax has a melting point of 
5 between 50 and 150*C. the wax exists in the toner particles in domains of 2 pm or less 
mean particle size and: 

(a) the mean circularity of the toner particles as measured by a Flow Particle 
Image Analyser is at least 0.90; and 

(b) the shape factor, SF1 . of the toner particles is at most 165. 

10 

2. A toner according to Claim 1 wherein ttie mean circularity of the toner particles is 
in the range fi^om 0.93 to 0.99. 

3. A toner according to Qalm 2 wherein the mean drcularity of the toner particles is 
15 in the range from 0.94 to 0.96. 

4. A toner according to any one of Claims 1 or 3 wherein SF1 of the toner particles is 
in One range from 105 to 155. 



20 5. 



A toner according to Claim 4 wherein SF1 of the toner particles is at most 146. 



6. A toner according to Claim 4 wherein SF1 of the toner particles is In tfie range from 
130 to 150. 

25 7. A toner according to Claim 6 wherein SF1 of the toner particles is in the range from 
135 to 145. 

8. A toner according to any one of ttie preceding Claims wherein the shape factor. 
SF2. of the toner particles is in the range from 105 to 1 55. 

30 

9. A toner according to Claim 8 wherein SF2 of tiie toner particles is at most 145. 

1 0. A toner according to Claim 9 wherein SF2 of the toner particles is in the range from 
120 to 140. 

35 

11. A toner according to Claim 10 wherein SF2 of the toner particles is in the range 
from 125 to 135. 

12. ' A toner according to any one of the preceding Claims wherein the BET surface 
40 area of the toner particles before any optional blending witti surface additives is 0.5-2.0 



SMC 60510 




13. A toner according to Claim 1 2 wherein the BET surface area of the particles is 0 6- 
1.3m2/g. 

5 

14. A toner according to Claim 13 wherein the BET surface area of the particles is 
0.7-1.1 m%. 

15. A toner according to Claim 14 wherein the BET surface area of the particles is 0.9- 
10 1.0m^/g 

16. A toner according to any one of the preceding Claims wherein the binder resin has 
a ratio of weight average molecular weight (Mw) to number average molecular vi^eight 
(Mn) of at least 3. 

15 

17. A toner according to Claim 16 wherein the ratio Mw/Mn is at least 5. 

18. A toner according to Claim 1 7 wherein the ratio Mw/Mn is at least 1 0. 

0 19. A toner according to any one of the preceding Claims wherein the wax exists in the 
toner in domains of mean diameter 1 .5pm or less. 

20. A toner according to any one of the preceding Claims wherein the binder resin is 
prepared from at least one latex containing a resin having a monomodal molecular weight 
distribution and at least one latex containing a resin having a bimodal molecular weight 
distribution. 



21 . A toner according to Claim 20 wherein the monomodal molecular weight resin is a 
low molecular weight resin and has a number average molecular weight of from 3000 to 
30 10000. 



22. A toner according to Claim 21 wherein the monomodal molecular weight resin has 
a number average molecular weight of from 3000 to 6000. 

23. A toner according to any of Claims 20-22 wherein the bimodal resin has a weight 
average molecular weight of fi-om 100.000 to 500.000. 

24. A toner according to Claim 23 wherein the bimodal resin has a weight average 
molefcular weight of from 200,000 to 400,000. 
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25. A toner according to any one of the preceding Claims wherein the resin comprises 
a copolymer of (i) a styrene or substituted styrene. (ii) at least one alkyi acrylate or 
methacrylate and (iii) an hydroxy-functional acrylate or methacrylate. 

26. A toner according to any one of the preceding Claims wherein the wax has a 
5 melting point of fnxn 50 to 1 SO^C. 

27. A toner according to daim 26 wherein the wax has a melting point of from 50 to 
110 "C. 

10 28. A toner according to claim 27 wherein the wax has a melting point of from 65 to 85 
"C. 

29. A toner according to any one of the preceding Claims wherein the wax comprises 
a wax selected from the group consisting of: a polyethylene wax, a paraffin wax, a 

15 Rscher-Tropsch wax and an ester wax, including Camaut>a wax. 

30. A toner according to any one of the preceding Claims wherein the amount of wax 
incorporated in the toner is from 1 to 30 wt% based on the total weight of toner. 

20 31 . A toner according to Claim 30 wherein the amount of wax is firom 3 to 20 wt%. 

32. A toner according to Claim 31 wherein the amount of wax is from 5 to 1 5 wt%. 

33. A toner according to any of the preceding Claims which further comprises a charge 
25 control agent. 

34. A process for forming an image, the process comprising developing an 
electrostatic image using a toner according to any one of the preceding claims, wherein 
the haze at a print density of 1.0 mg/cm^ is below 40. and the ratio of the values at fusion 

30 temperatures of 130 and 160°C is at most 1 .5. 

35. A process for fomiing an image according to Claim 34 wherein the ratio of haze 
values is at most 1.3. 

35 36. A process for fonrting an image acconjing to Claim 35 wherein the ratio of haze 
values is at most 1 .2. 



40 



37. A process for the manufacture of a toner according to any one of the preceding 
claims 1 to 33 which comprises the following steps: 
I. providing a latex dispersion: 
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II. providing a wax dispersion; 

' III. providing a colorant dispersion 

IV. mixing the latex dispersion, wax dispersion and colorant dispersion; and 

V. causing the mixture to flocculate. 

38. A process according to Claim 37 wherein the latex dispersion comprises an ionic 
surfactant. 



39. A process according to Claim 37 or daim 38 wherein the preparation of the latex 
dispersion comprises mixing together at least one latex containing a resin having a 
monomodal molecular weight distribution and at least one latex containing a resin having 
a bimodal molecular weight distribution. 

40. A process according to daim 39 wherein the latex containing a resin having a 
bimodal molecular weight distribution is prepared by a process comprising the successive 
steps of forming a polymer of high molecular weight distribution followed by fonning a 
polymer of low molecular weight distribution such that the resulting latex coriiprises 
composite partides comprising both said low molecular weight polymer and said high 
molecular weight polymer. 

41. A process according to any one of Claims 37 to 40 which, prior to step iv, further 
comprises the step of providing a charge control agent dispersion, which dispersion Is 
then incorporated in step iv by mixing. 

42. A process according to daim 41 wherein the charge control agent Is milled with the 
colorant. 



43. A process according to any one of daims 37 to 42 wherein the preparation of the 
wax dispersion comprises the mbcing together of the wax with an ionic surfactant. 

44. A process according to any of daims 37 to 43 wherein the preparation of the 
colorant dispersion comprises the milling together of the colorant with an ionic surfactant. 

45. A process according to claims 38. 43 and 44 wherein the dispersions of latex, 
colorant, wax. and charge control agent where present, have the same sign charge on the 
surfactant. 



46. A process according to daim 45 wherein the surfactant present in the dispersions 
' contains a group which can be converted from an ionic to a non-ionic form and vice versa 
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by adjustment of pH. 

47. A process according to claim 46 wherein the surfactant contains a carboxylic add 
group and the dispersions are mixed in step (iv) at neutral to high pH and the flocculation 
step (v) is then effected by reduction of pH. 

48. A process according to claim 46 wherein the surfactant contains a tertiary amine 
group and the dispersions are mixed in step (iv) at neutral to low pH and the flocculation 
step (V) is then effected by increase of pH. 

49. A process according to any of claims 37 to 48 further comprising heating the 
flocculated mixture obtained after step (v) to fomr) toose aggregates of particle size from 3 
to 20 pm. 

15 50. A process according to daim 49 further comprising heating the aggregates to a 
temperature above the Tg of the latex to induce coalescence to fomi toner partides. 

51. A process according to daim 50 further comprising blending the partides with one 
or more sur^ce additives. 
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52. A process according to daim 51 wherein the surface additives comprise one of the 
following: (i) hydrophobised silica ; (ii) large and small partide size silica which may 
optionally be hydrophobised (iii) hydrophobised silica and one or both of hydrophobised 
titania and hydrophilic or hydrophobised alumina ; (iv) large and small particle size silica 
and one or both of hydrophobised titania and hydrophilic or hydrophobised alumina. 



a 



30 



35 



53. A process for the manufacture of an electroreprographic apparatus and/or 
component of the apparatus and/or a consumable for use with the apparatus, the process 
using a toner as daimed in any of daims 1 to 33. 

64. An electroreprographic apparatus, a component of the apparatus and/or a 
consumable for use with the apparatus, which comprises a toner as claimed in any of 
claims 1 to 33. 

55. An electroreprographic apparatus according to daim 54 which has one or more of 
the following: 

i) a developer roller and metering blade ; 

ii) a deaning device for mechanically removing waste toner from 
a photocondudor ; 
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a photoconductor that is changed by a contact charging 
means; 

a contact development member; 
oil-less fusion rollers; and/or 

is a four colour printer or copier, including a tandem machine. 
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Abstfact 



A toner for developing an electrostatic image comprising toner particles which 
include a binder resin, a wax and a colorant, wherein the wax has a melting point of 
between 50 and 150°C. the wax exists in the toner particles in domains of 2 pm or less 
mean partide size and (a) the mean circularity of the toner particles as measured by a 
Flow Partide Image Analyser is at least 0.90; and (b) the shape factor. SF1. of the toner 
partides is at most 165. A process for the manufacture of said toner which comprises the 
following steps: providing a latex dispersion: providing a wax dispersion; providing a 
colorant dispersion; mixing the latex dispersion, wax dispersion and colorant dispersion; 
and causing the mixture to flocculate. 
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